C, Mn, S, AND P IN MONEL
SOME ANALYSES OF MONEL METAL
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	No. 1.
	No. 2.
	No. 3.

Carbon ........................
	0.15
	0.10
	0.30

Manganese
	
	Trace
	3 27

Phosphorus
	0 020
	0.017
	0.045

Sulphur                               .   .   .
	0 043
	0.020
	0.063

Silicon ...................
	0.236
	0.190
	0.67

Iron ..........................
	2.90
	
	3.98

Nickel                               .      ....
	68.82
	69.18
	66.78

Copper ......   ..............
	26.95
	27.24
	24.86


	
	
	

